Date: 
U,er: 


Friday, 
19/10/20072:56:25 
PM 


Linda Lacelle 
Process Sheet 


Dart Aerospace Ltd. 


S.O.No. 


: CU-OAR001 Dart Helicopters Services 


: 35249 
: 11235 


Customer 
Job Number 


Estimate Number 


P.O. Number 
This Issue 
: 19/10/2007 


Prsht Rev. 
: NC 
::::~:un :;~~nOO_7_T_Y~P~_.JRMOFORMING 


Checked & Approved By 
~--'~ 


Comment 
: Est Rev:A 04.07.01 
New issue KJ/JLM 


Est Rev B 
07.08.Q7 Thermoform in house OL 


Additional 
Product 


Drawing Name 


Part Number 
Drawing Number 


Project 
Number 
Drawing Revision 


Material 
Due Date 


: FLOOR PROTCTOR AFT RH 


: 032814 


: 03281 REV B 


: N/A 
:B 


: 25/10/2007 
Qty: 
Each 


Job Number: 


Seq.#: 


1.0 


I111111I1I1I11111111111111111111111 


Machine Or Operation: 


PG 


1111111111111111111111111 


Description : 


PURCHASING 


111111111111111111111111111111 


Comment: PURCHASING 


Issue P/O: 
\.[ Qee 5 


Description: 
Floor Protector 
Aft, RH 


Possible Supplier: Delastek 


Certificate of Conformity is required 


2.0 
D32814P 


1111111111111111111111111 


Floor Protector, Aft RH 


111111111111111 


Comment: Qty.: 
1.0000 Each(s)/Unit 
Total: 
5.0000 Each(s) 


Floor Protector Aft, RH 


3.0 
PACKAGING 
1 
PACKAGING 
RESOURCE 
#1 


1111111111111111111111111 


Comment: PACKAGING 
RESOURCE #1 


Receive & Inspect For Transit Damage 


Ensure certificate of conformity 
is attached 


4.0 
QC6 


1111111111111111111111111 


1111111111111111111111111 


1111111111111111111111111 


Comment: 
DIMENSIONAL 
CHECK 


I~spect dimensions 
as per Dwg D3280 and certification 
attached.P1SU 
.. isuial inspection 
heck fo void spots 


pins. 
l:>v 
( cJ 


5.0 
PACKAGING 
1 
PACKAGING 
RESOURCE 
#1 


.•. 


.: 


Page 
1 


1111111111111111111111111 


Comment: PACKAGING 
RESOURCE #1 


Identify and Stock 


Location: S1'~ 


1111111111111111111111111 
a/ 


Form: rprocess 


Dare:;b' 
~riday, 19/10/20072:56:25 PM 


User: 
Linda Lacelle 
Process Sheet 
. 
Customer: 
CU-DAR001 Dart Helicopters Services 
Drawing Name: FLOOR PROTCTOR AFT RH 


Job Number: 
35249 
Part Number: 032814 


Job Number: 


1I111111111111111111111111111111111 


Seq.#: 
Machine Or Operation: 
Description : 


6.0 
QC21 
FINAL INSPECTIONIWIO RELEASE 
o1-iO .'11~ 


1I11111111111111111111111 
111111111111111111111111111111 


I-- 


Comment: FINAL INSPECTIONIW/O 
RELEASE 
'(/ 


Job Completion 


111111111111111111111111111111111111111111111 
!J u}liJ/}( 


Page 2 
Form: rprocess 


SCALE 


DART AEROSPACE LTD 
HAWKESBURY. 
ONTARIO. 
CANADA 
REV. B 
D3281 
SHEET 
1 
OF 
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TITLE 


CHECKED 


DATE 


DESIGN 
I~l 


05.11.25 


A 


8 


04.05.03 


05.11.25 


FLOOR PROTECTOR 
1:5 


NEW ISSUE 


NOW LEXAN; DIMS AS MANUFACTURED 
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12.34 


17.1 


03281 __1 flOOR ..PROTECTOR, FWD LH 


1) 
THERMOFORM 
03281 
-1 
USING 
MOLD 
03281 
-1 T1, 
TRIM 
USING 
2) 
MATERIAL: 
LEXAN 
F6006 
BLACK 
NO.700, 
0.125 
THICK 
3) 
ALL 
DIMENSIONS 
ARE 
IN 
INCHES 
4) 
TOLERANCtS 
ARE 
PER 
DART OSI 
018 
UNLESS 
OTHERWiSE 
NOTED 
5) 
MIN. 
THICKNESS 
AFTER 
FORMING 
IS 
0.080" 
EXCEPT 
AS 
SHOWN 


Copyright@ 2004 by DART AEROSPACELTD 


THIS 
DOCUMENT 
IS 
PRIVATE 
AND 
CONADENTIAL 
AND 
IS 
SUPPLIED 
ON 
THE 
EXPRESS 
CONDITION 
THAT IT IS 
NOT TO 
BE 
USED 
FOR 
ANY 
PURPOSE 
OR 
COPIED 
OR 
COMMUNICATED 
TO ANY 
OTHER 
PERSON 
WITHOUT 
WRITTEN 
PE.RMISSION 
FROI.4 DART AEROSPACE 
LTD. 


DART AEROSPACE LTD 
HAWKESBURY. ONTARIO. CANADA 


DESIGN 
'J 
DRAWN BYc(J 


CHECKED~ 
APPROVED 


DATE 


DRAWING NO. 
03281 


TITLE 


REV. B 


SHEET 2 OF 3 


SCAlE 


05.11.25 
FLOOR PROTECTOR 
1:5 


I I 


I 


6.90 


2.20 


1.0 
(TYP) 


12.11 
_t 


3.10 
-- 


3.99 
-- 


1.85 
-- 


MIN THICKNESS 
OF 0.030" 
ACCEPTABLE 
IN 
HATCHED AREAS 


II 
II 
II 
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III 
III 
III 


" I 
n I 
III 
III 


HI:l .-~ 


4 
~~~:'~ 
:1 


17.5 


03281-2 
ELOOR PROTECTOR. 
FWD RH 
1) 
THERMOFORM 
03281-2 
USING 
MOLD 
D3281-2T1. 
TRIM 
USING 
2) 
MATERIAL: 
LEXAN 
F6006 
BLACK 
NO.700, 
0.125 
THICK 
3) 
ALL 
DIMENSIONS 
ARE 
IN 
INCHES 
4) 
TOLERANCtS 
ARE 
PER 
DART aSI 
018 
UNLESS 
OTHERWISE 
NOTED 
5) 
MIN. 
THICKNESS 
AFTER 
FORMING 
IS 0.080" 
EXCEPT 
AS 
SHOWN 


Copyright @ 2004 
by DART AEROSPACE LTD 
THIS DOCUMENT IS PRiVATE AND CONFIDENTIAL AND IS SUPPLlEO ON THE EXPRESS CONDITION THAT IT IS NOT TO BE USED FOR ANY PURPOSE OR COPIED 
OR COMMUNICATED TO ANY OTHER PERSON WITHOUT WRITTEN PERMISSION FROM DART AEROSP,A.CELTD. 


DART AEROSPACE 
LTD 
HAWKESBURY, ONTARIO, Cf>.NAOA 
I~I 


DESIGN 
, /) 
DRAWN BY '/J 
{tV 
(,11 


CHECKED-Ill:- 
APPROVED 


DATE 


05.11.25 


DRAWING NO. 
D3281 


mLE 
FLOOR PROTECTOR 


REV. 8 


SHEET 3 OF 3 


SCALE 


1:5 


[0.25 
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114.73 TO BEND 


E£-F:_= ::::: 
_::::::::::::::::::::::.:. 


0.95 


17.9 


14.3 


III 
III 
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III 
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III 
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MIN THICKNESS 
OF 0.050" 
ACCEPTABLE 
IN 
HATCHED AREAS 


-------17.0 
-------- 


10.19 


;p't' 
SklOPCO 
..-rt n:11'1 10 
03281-3 
flOOR PROIECIOR,AfTLH 
(SHOWN) 
RtIU'~ 
1'\0 
03281-4 
flOOR PROJECTOR,AfT RH (OPPOSITE) 
8'lOl~ERlED COP'{ 
1) THERMOFORM 03281-3 
USING MOLD D3281-3T1, 
TRIM USING D3281-3T2{n-lC01.nRO:;@IDt>~ 
THERMOFORM 03281-4 
USING MOLD D3281-4T1, 
TRIM USING D3281-4T2 
sUBJECno 
NOnCE 
2) 
MATERIAL: LEXAN F6006 
BLACK NO.700, 
0.125 
THICK 
WlIH~OD1 
3) 
ALL DIMENSIONS ARE IN INCHES 
~ 
0 


4) 
TOLERANCES ARE PER DART QSI 018 
UNLESS OTHERWISE NOTED 
"NO. 
5) 
MIN. THICKNESS AFTER FORMING IS 0.080" 
EXCEPT AS SHOWN 


Copyright @ 2004 
by DART AEROSPACELTD 
THIS DOCUMENT IS PRIVATE AND CONFIDENTIAL AND IS SUPPUED ON THE EXPRESS CONDITION THAT IT IS NOT TO BE USED FOR ANY PURPOSE OR COPIED 
OR COMMUNICATED TO ANY OTHER PERSON WITHOUT WRITTEN PERMISSION FROM DART AEROSPACE LTD. 


ale: 
tilisai8ur: 


.. 


Jeudi, 2006.11-1615:07:40 


Sylvie Hamel 
Feuille de Procede 


DELASTEK COMPOSITES 
__ 
OI~LASTI8J{ 
COUPOS:~Tes 
Inc. 


:lient 
: DART 
Dart Aerospace Ltd. 
lumero Job 
: 40357 
lumero Soumission : 2386 


!umero BA 
:etiefois 
: 2006-11-'i6 
No.S.V. 


lrsht Rev. 
: NC 
)rem. fois 
Type 


lob precedente 
: 36895 


:crit par 


ferifie & Approuve par 
;ommentaires 
: N" de piece: 03281-4 


Process Sheet Rev.: 00 Creation du premier 


Nom Dessin 
Numero Article 
Numero Dessin 
Projet 
Numero 
Revision dessin 
Materiel 
Date Due 


: FLOOR PROTECTOR AFT, LH 


: DKC134-0047 


: D3281 


: DKC134 
:B 
: F6006 


: 2006- 12 -08 
Qte: 
i 
UNITE! 
~ 
!i 
I 


Commentair Setup: a.OOHrs! Run: 2.0000Min 
Total Run: O.5000Hrs 


SECHAGE DU MATERIEL 


Commentair Setup: O.OOHrs!Run: 3.0000Hrs 
Total Run: 45.0000Hrs 


TAILLAGE DU .MATERIEL 


Secher le materiel dans Ie four a 250. F pendant 6 heures. 


Inscrire sur la eharte de temperature Ie numero de Job du materiel au seehage. 
~- 
f (/ 
( 
# de cuisson: 
? I..f 'i':j. 


PREPARATION 
3 
PREPARATION 
DU MATERIEL 
DART 


1IIIIIIIIIi 11111111111111 
111111111111111111111111111111 


3.0 


)roduit additionnel 


-\lumero-Job: -111-111111I1111-1111111II11-11I1111111~--~-~---l 


#: Seq.: 
Machine ou Operation: 
Description: 
-----J 


___ 
1_,_O 
A_P_LO_O_16 
L_ex_an_F_6o_0_6 
_No_ir_N°_7_00_4_8'_x_96_' 
x ,125' 
Thk, 
-----1 


Gommentair Qty.: 
0.167 UNITE(s)!Unit 
Tot,' 
I 


Lexan F6006 Nru, N" 700 48" x 96" 
Illilliiiillilllll\ 1\\ 111\1111111111111111111 
..,' 
..~ 
2;.~; 
1$- f 
I 
W de Lot: 
I,('xan F6006 Nmr N° 700 -41{ \:) 
I 
'\.., 
. 
I 
---- 
# Bon ;I(hat: 
5913 
-~ 


2.0 
SECHAGEI 
ANEAL 
I 


111111111l1li111111111111 
IIIIIIIIIIIIIIIIIIIIIIIIIIIIII! 
I 
I!i 
I 


~ 
! 


I 


Faire Ie taillage du materiel selon les dimensions suivantes: 


Quantite: 
Date: 
Sceau: 
_ 
---------------------------------------- 


24" x 26" x .125" Thk. 
f>",i{ 
J\;/'~ 
~ 
Quantite:~ 
Date: 
\~ \ •...() 1. Seeau: __ 
~_6_9_ 


I 
! 
I 
I 
i 


I. 
\ 


1\ 


Description : 


THERMOFORMAGE DES PIECE DART 


111111111111111111111111111111 


Feuille de Procede 


Nom Dessin: FLOORPROTECTORAFT, LH 
Numero Article: DKC134-0047 


Quantite: 


Autocontr61e du lot de piece thermoformees. 


f 
. '1 
Date: 11- )_u ~ 
Sceau: 
II 
• 
- 
---- 


Machine ou Operation: 


THERMOFORMAGE2 


1111111111111111111111111 


11111111111111111111111111111111111 


'Jeudi, 
2006-11-1615:07:40 
Sylvie Hamel 


Faire Ie thermoformage du • Floor Protector. 
N" 03281-4 a I'aide du moule N" D3281-4T1 sur Ie 


thermoformeur 4' x 8'. 


Commentair Setup: O.50Hrs! Run: 10.0000Min 
Total Run: 2.5000Hrs 


THERMOFORMAGE 
DES PIECES 


Client: 
DART 
DartAerospace Ltd. 


Numero Job: 
40357 


# Seq.: 


4.0 


NumeroJob: 


)ate: 
Jtm~~ur: 


5.0 


Quantite: 
Date: 
Sceau: 
_ 


TRIMAGE 3 
TRIMAGE COMPOSITES DART 


1111111111~ 11111111111111 
111111111111111111111111111111 


Commentair Setup: O.OOHrs!Run: 10.0000Min 
Total Run: 2.5000Hrs 


TRIMAGE PLASTIQUE DART 


Faire Ie trimage du •.Floor Protector" 
N" 03281-4 a I'aide du gabarit de trimage N" 03281-4T2. 


Faire l'ebavurage des pieces. 


11111\111111111111111111111111 


111111111111111111111111111111 


Faire I'identification des pieces a I'aide des informations suivantes: 


Faire I'inspection finale des p.ieces s~on Ie dessin. 
~..~. 
. 


Quantile: ?sf 
Date: 1'?- I) ( - () 1Sceau: 
~ 


IDENTIFICATION4 
IDENTIFICATION PIECES 
RT 


1111111111111111111111111 


Commentair Setup: O.OOHrsl Run: 5.0000Min 
Total Run: 1.2500Hrs 


IDENTIFICATION PIECES DART 


7.0 


Commentair Setup: a.OOHrs! Run: 5.0000Min 
Total Run: 1.2500Hrs 


INSPECTION PIECE DART 


Autocontr61e du lot de piece trimees. 
~:/ 
/' 


Quan';te'4oateold 
-}~-d1&:£a",50 


Quantite: 
Date: 
Sceau: 
_ 


6.0 
INSPECTION 3 
INSPECTION PIECE DART 


1111111111111111111111111 


I 
!i~ 
~iI 
\I 
I~ 
iJ 
i 
II 
III 
~ 
---~~---------------------------------_._--_.j 
P~(TP' ? 
Form: rr;foCfs~ 


,Jeudi, 2006-11-1615:07:40 


Sylvie Hamel 
'ate: 
tilis~t,?ur: 


Client: 
DART 


Numero Job: 
40357 


NumeroJob: 


DartAerospace Ltd. 


11111111111111111111111111111111111 


Feuille de Procede 


Nom Dessin: FLOOR PROTECTOR AFT. lH 


Numero Article: DKC134-0047 


# Seq.: 
Machine ou Operation: 


W de piece: D3281-4 -:1 


N" de Job: LfL' ~01 
Date de fabrication: If? -( '-()'+ 


Sceau d'inspection. 


Quantite: :J-i 
Date: /S--"-I-o 7-sceau: 


Description: 


8.0 


Quaniite: 
Date: 


EMBALLAGE 


1111111111111111111111111 


Sceau:. 
_ 


EMBALLAGE 
ET ENTREPOSAGE 


11111111111111111111 


Commentair Setup: O.OOHrsl Run: 5.0000Min 
Total Run: 
1.2500Hrs 


EMBALLAGE 
ET ENTREPOSAGE 


Emballer les pieces individuellement 
dans un sac en platique et ensuite mettre dans une boite en carton 


identifiee comme suit: 


!! 
I 
,Il 
I 
1I 


I 
.1 
I 


ff 
~ 
!!i 
I 
I 


Sceau:. 
_ 


Quantile: 


Quantite: 
Date: 


W de piece: 03281-4 
Date de fabrication:. 
_ 
W de job: 
_ 


oate:lg/I /0 ~ceau:._~,_/~_,::~_'7:~'\ 
\ ';; 


•.....--~~~ 
~ 


P;mp. .1 
Form: rrma S5 


IELAS1EI( 
OELASTEK 
COMPOSITES 
INC. 
COMPOSITES 
2699, 5ieme Avenue 
Local 
14, PORTE 
-A- 
Grand-Mere, 
Quebec G9T 5K7 
Can 
**Fax 
(819) 533-3494 
** 


Telephone: 
(819) 533-5788 
Warehouse: 
MAIN 


Bill to: 
I 
I 


PACKING SLIP 
CERTIFICATE OF COMPLIANCE 


-Invoice # 
12223 


." 
Customer 
# 
DART 


- 


Ship to: 


Dart Aerospace Ltd. 
1270, Aberdeen Street 
Hawkesbury, 
Ontario K6A 1K7 
Canada 


Telephone: 
613-632-5200 
Contact: 
Linda Lacelle 


Dart Aerospace Ltd. 
1270, Aberdeen Street 
Hawkesbury, 
Ontario K6A 1K7 
Canada 


Shi 
via 
PURO COLLECT 
OrdeEUlite ". 
22/10/2007 


F.O.B: 
Origin 
OurPO# 
5510 


4 
0 
4 
OKC134-0044 
Floor Protector Fwd LH Part 1 N° D32811P 
835246 
U de M: Each 


Selon dessin 03281 
Rev.: B 


Job: 40952 


4 
0 
4 
DKCI34-c9 
Floor Protector Fwd RH Part 2 N° D32812P 
835247 
U de M: Each 


Selon dessin D3281 Rev.: B 


Job: 40953 


4 
0 
4 
OKC13~ 
Floor Protector Aft LH Part 3 N° D32813P 
835248 
U de M: Each 


ScIon dessin 0328 I Rev.: B 


Job: 40954 


4 
0 
4 DKC134rV 
Floor Protector Aft RH Part 4 N° D32814P 
835249 
U de M: Each 


Selon dessin 03281 
Rev.: B 


Job: 40957 


It is hereby certified that all materials, process 
andjinished 
items were 
controlled 
and tested in accordance 
with the requirements 
of the purchase 
order and applicable specifications. 
All such records are onjile 
at our plant 


and available for review upon request. 


~ust. 
DAdm. 
D Quality 
D Ship. 


Accepted by: 


